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© Arylaminosilane end-capped urethane sealants. 

© Arylarninoisobutyl silanes such as 3-(N-phenyl)aminoisQbutyldimethoxymethylsilane and 3-(N-pheny!)- 
aminoisobutydiethoxylmethylsilane, and room temperature (moisture) curable urethane polymers end-capped 
with these - silanes, are made by reacting the arylisobutylaminosilanes with urethane prepolymers, which 
typically comprise diisocyanates and polyols terminated with isocyanate groups. Sealants made from the 
polymers exhibit high elongation and low modulus of elasticity over a wide range of prepolymer molecular 
weights and NCO/OH ratios. 
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Technical Field 

This invention relates to new arylaminoisobutylsilanes, arylaminoisobutylsilane end-capped urethane 
polymers, and sealants prepared with them. 

5 In the past, urethane prepolymers have been modified to improve or modulate their properties by end- 

capping some or all of the isocyanate groups with a variety of organosi lanes. However, silane end-capped 
urethanes, typically employed as sealants, frequently exhibit insufficient elongation and flexibility to be used 
in applications requiring considerable stretching and compression. There is a need for improved modified 
urethane polymers and sealant compositions containing such polymers which, upon curing, form sealants 

w with improved elongation, improved flexibility, and a lower modulus of elasticity. 

Background of the Invention 

Although several preparations of aminoalkylsilanes have been published previously, the production of 

75 arylaminoisobutylsilanes have not been heretofore disclosed. Compositions containing arylaminoalkylsi lanes 
and polymers obtained therefrom were disclosed in the Can. Pat. No. 688,662 to Bailey and Pike, where the 
alkyl group was -(CH 2 ) n - and contained no branching. The compounds were disclosed as useful as 
intermediates in the production of silicon-containing dyestuffs that could be used for dyeing glass cloth as 
well as more usual natural and synthetic fibers. 

20 In U.S. Pat. No. 2,971,864, Speier disclosed aminoalkylsilanes and methods of dyeing glass therewith. 

A number of trial koxymonoorganosi lanes in which the organo radical was a monovalent polyamino 
hydrocarbon radical having a carbon to nitrogen ratio of less than 6:1 were disclosed, including 3-[N-(2- 
aminoethyl)amino]isobutyltrimethoxysilane, H 2 NCH2CH 2 NHCH2CH(CH3)CH2Si(OCH3)3. Pike and 
Morehouse, in U.S. Pat No. 3,033,815. disclosed a similar structure. 3-[N-(2-aminoethyl)amino]- 

25 isobutyldiethoxymethylsilane.useful as a sizing for fibrous materials, particularly fibrous glass materials 
employed in combination with thermosetting resins. In U.S. Pat. No. 3,046,295, Lisanke and Bailey 
disclosed a preparation of 3-[(N-2-aminoethyl)amino]isobutyltriethoxysilane among other compounds dis- 
closed as useful as sizing agents for glass cloth used in the preparation of glass cloth laminates. Lisanke 
and Pike, in Ger. Pat No. 1,152,095, disclosed the preparation of 3-[(N-2-aminoethyl)amino]- 

30 isobutyltriethoxysilane for use in strengthening glass and pigment binders in dyeing glass fibers. 

As mentioned above, urethane prepolymers have been modified to modulate their functionality by end- 
capping some or all of the isocyanate groups with a variety of organosilanes to yield silane end-capped 
urethanes which exhibit minimal or no isocyanate. For example, in U.S. Pat No. 3,632,557 to Brode and 
Conte, the complete end-capping of polyurethane prepolymers with primary and secondary aliphatic 

35 aminosilanes was disclosed, yielding silicon-terminated polymers that were curable at room temperature. In 
U.S. Pat. No. 3,979,344, Bryant and Weis disclosed that a small amount of 3-(N-2-aminoethyl)- 
aminopropyltrimethoxysilane blended with vulcanizable silicon-terminated polyurethane polymers yielded 
room-temperature-curable silicon-terminated sealant compositions having improved cure speeds, useful in 
metal and glass primer compositions. Bryant, et a/. t in U.S. Pat. No. 4,222,925, disclosed the same 

40 composition as that set out in U.S. Pat. No. 3,979,344, with the addition of a high strength reinforcing 
carbon black filler, and. optionally, a moisture-curing catalyst such as dibutyltin diacetate. 

In U.S. Pat. No. 4,374,237 to Berger, et a/., curable isocyanate-terminated polyurethane prepolymers 
having at least part of the terminal isocyanate groups reacted with a secondary amine-containing silane 
monomer having two trialkoxy silane groups were described; the compounds were disclosed as useful in 

45 sealant compositions having enhanced wet adhesion. Huber, et a/., in U.S. Pat. No. 4,474,933, disclosed 
that crosslinkable urethane resin mixtures made from fluid polymers containing hydroxyl groups partially 
capped with silanes of the formula 

R 1 . NH .R 2 -Si(R3)n(OR4)3- n 

50 

where Ri = H or alkyl, cycloalkyl, aryl, aralkyl, or the moiety -R2-Si(R3)n(OFU) 3 -n; R2 = C1-C5 alkylene; R 3 
= methyl or ethyl; R* = alkyl or alkoxyolkylene of up to 5 carbon atoms; and n = 0, 1, or 2, could be 
processed in a liquid state at room temperature or a moderately elevated temperature, applied as a coating, 
and then transformed by crosslinking to a state of substantially higher consistency, thus minimizing organic 
55 solvent use. 

Other silane end-capped urethane prepolymers and sealants were disclosed in U.S. Pat No. 3,627,722 
to Seiter, which described polyurethane sealants such as alkylaminoalkyltrialkoxy si lanes, mercaptoalkyltrial- 
koxysilanes, and arylaminoalkyltrialkoxy si lanes containing a significant percentage, but preferably less than 
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all, terminal isocyanate groups end-blocked with -Si(OR>3, where R was a lower alkyl; U.S. Pat. No. 
4,067,844 to Barron and Turk, which disclosed curable polyurethane polymers in which a portion of the 
NCO terminations are reacted with certain amino silanes (or with the residual on reaction of a mercap- 
tosilane with a monoepoxide, or with the residual on reaction of an epoxysilane with a secondary amine); 
U.S. Pat. No. 4,345,053 to Rizk, et a/., which disclosed a moisture-curable silicon-terminated polymer 
prepared by reacting a polyurethane prepolymer having terminal active hydrogen atoms with an isocyanato 
organosilane having a terminal isocyanate group and at least one hydrolyzable alkoxy group bonded to 
silicon; and U.S. Pat. No. 4,625,012 to Rizk and Hsieh, which disclosed a moisture-curable polyurethane 
polymer having terminal isocyanate groups and silane groups having at least one hydrolyzable alkoxy group 
bonded to silicon, in which the silane groups may be pendant to the chain. 

Silane end-capped urethane sealants frequently exhibit insufficient elongation and flexibility to be useful 
in applications requiring considerable stretching and compression. To overcome these problems, U.S. Pat. 
No. 4,645,816 to Pohl and Osterholtz described a novel class of room temperature, moisture-curable, silane- 
terminated polyurethane polymers bearing terminal isocyanate groups reacted with a silane monomer 
having one dialkoxy silane group and an organo-functional group with at least one active hydrogen. The 
polymers were crosslinked to produce elastomeric polymers with improved elongation and flexibility. 

It would be useful to have silane end-capped urethane sealants that exhibit superior elongation, 
elasticity, and flexibility. 

20 Disclosure of the Invention 

It is an object of the invention to provide a new class of si lane-end-capped, particularly si lane- 
terminated, urethane polymers. 

It is another and more specific object of the invention to provide room-temperature-curable urethane 
25 polymers end-capped with silanes and sealant compositions containing such polymers that exhibit improved 
elongation, improved flexibility, and a lower modulus of elasticity. 

These and other objects are achieved by the present invention, which provides novel arylaminoisobutyl- 
silane compound of the formula 

30 Ar-NHCH 2 CH(CH3)CH 2 Si(CH3)(OR)2 

wherein Ar is an aryl group such as phenyl, napthyl, tolyl, styryl, and mixtures thereof, and R is a C1-C6, 
preferably a Ci to C4, alkyl group. In some preferred embodiments, the Ar group is a phenyl and the R 
group is a methyl or ethyl group. Exemplary silanes include, but are not limited to, N-phenylaminoisobutyl- 

35 dimethoxymethylsilane and N-phenylaminoisobutylmethyldiethoxysilane. 

Vulcanizable arylaminoalkylsilane end-capped polyurethane polymers are prepared by reacting an 
isocyanate-containing polyurethane prepolymer (having either pendant and/or terminal isocyanate groups) 
with the novel arylaminoisobutylsilane compounds. Prepolymers are prepared by reacting an organic di- or 
poly-isocyanate with a polyol or a combination of polyols in the presence of a catalyst. Typically, the 

40 isocyanate is a diisocyanate such as, for example, 2,4-toluene diisocyanate, 2,6-toluene diisocyanate, 4,4'- 
diphenylmethane diisocyanate, isophorone diisocyanate, and dicyclohexylmethane^^'-diisocyanate; 4,4*- 
diphenylmethane diisocyanate is employed in one embodiment. 

Triisocyanates such as the Afunctional reaction product of three moles of hexamethylene diisocyanate 
and one mole of water sold under the trademark Desmodur N® (obtained from Miles, Inc.) may also be 

45 incorporated. For example, in one embodiment, Desmodur N®-100 having an equivalent weight of about 
191, an NCO content of about 22%, and a viscosity of 8,000 to 15,000 mPa at 20 °C is employed. Other 
embodiments use Desmodur N®-75 (with an equivalent weight of about 255, an NCO content of about 
16.5%, and a viscosity of about 100 to 250 mPa at 20 *C), Desmodur N®-3200 (with an equivalent weight of 
about 181, an NCO content of about 23.1%, and a viscosity of about 2,000 to 3,500 mPa at 20 *C), 

50 Desmodur N®-3300 (with an equivalent weight of about 195, an NCO content of about 21.5%, and a 
viscosity of about 3,000 to 7,000 at 20 *C) and Desmodur N<B>-3390 (with an equivalent weight of 216, an 
NCO content of about 19.4%, and a viscosity of about 500 to 1,500 mPa at 20° C), or a mixture thereof. 

Example polyols include polyoxyalkylene diols, polyoxyalkylene triols, polytetramethylene glycols, 
polycaprolactone diols, and polycaprolactone triols, preferably having a molecular weight between 500 and 

55 6000; polypropylene glycols having an equivalent weight of between about 1000 and 2000 are employed in 
some embodiments. Catalysts for the reaction include, for example, dialkyltin dicarboxylates, tertiary 
amines, and stannous salts of carboxylic acids; dibutyltin dilaurate is employed in one embodiment. 
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with!L VW9 H ° f additi ° n 3nd stoichiometr y a * known in the art. prepolymers may be prepared 

TlTl P . ,soc y anate 9roups, terminal isocyanate groups, or both pendant and terminal isocyanate 
groups. For instance a tnol can be reacted with excess isocyanate to give triisocyanate. This triisocyanate 
term Zn7ZT T T reaCti ° n m ' XtUr8 * isoc V anate 9'oups. Thus, as used herein, the 

nr^o. Tk P ? ymSrS mC UdeS th ° Se Pr6pared by reactin 9 an isocyanate-containing polyurethane 

E^ETt 'Jl ?" u ^ iS ° Cyanate 9r ° UPS may be pendant ' terminal - °' a fixture thereof. 
Isocyanate-termmated polyurethane prepolymers are employed in some embodiments 

nr^nT exh,b,tin9 <™P™<** elongation, improved flexibility and a lower modulus of elasticity are 
prepared by m.xmg and heating ary.aminosi.ane end-capped urethane polymers with a filler such as 
cajaum carbonate da* talc, or fumed si.ica and a catalyst. A typical calcium carbonate filler has a partide 

emn.^ °! 1° *"* ™ ™™ 5; PartC ' e Si2eS ° f fr0m about 0 07 * 1 micron are 

2 s ° y ? d J n 50016 em *° d '™nts. Preferred catalysts are those mentioned above, i.e.. dialky.tin dicarbox- 

emSdime^t 3m ' neS " 3 "** ° f Carboxy,ic acids - M"**" dilaur *te is employed in one 

Processes for producing vulcanizable. arylaminosilane end-capped urethane polymers are also dis- 



closed. 

Detailed Description of the Invention 



nniJnl T , '? UP ° n thS fiPding dia,kox yarylaminoisobutylsilane-end-capped urethane 

of t r Wit " ,hem SXhibit an impr0V8d e,on 9 ation and «exibility with a low modulus 

polymers ^ *" 863,3,118 ^ COnventional aminosi.ane-end-capped urethane 

The silanes of this invention are novel arylaminoisobutylsilanes of the formula 

25 

Ar-NHCH 2 CH(CH 3 )CH ? Si(CH 3 KORh 

where As is any aryl group such as phenyl, naphthyl. tolyl, styryl. and the like, and mixtures thereof, and R 
>s Ci-Cs. preferably a C, to C*. alkyl group. Representative silanes are 3-(N-ohenvl>- 
30 am.no.sobutylmethyldimethoxysilane. which has the following structure: 3 (N phenyl)- 

Ce Hs NHCH 2 CH(CH 3 )CH 2 Si(CH 3 )(OCH3)2 

and 3-(N-phenyl)aminoisobutylmethyldiethoxysilane. which has the following structure: 

35 

Ck Hs NHCH 2 CH(CH 3 )CH 2 Si(CH 3 KOChfe CH 3 k . 

^Z^JI^TT are c prepared by reaction of 3-chloroisobutylmethyldialkoxysilaneswith arylamines at 
elevated temperatures. Example syntheses are given hereafter 

40 comoLnrL 9 ^" ^ 9r ° UP ° btained by removi "9 a hydr °9 en ator n from an aromatic 

compound /.e., an arene hav.ng one or more unsaturated carbon rings. Typical aryl groups useful in the 
Pract.ce of the invention have an aromatic backbone of 6 (based on benzene) or 10 Tbased on n^tolne) 

TZeZ S ln^: a Z 9f0 T Pheny1, napthyl ' to,yl ' Styryl - d thereof PheTl gC 

are preterred in some embodiments. 

45 . Vulcanizable arylaminoalkylsilane end-capped polyurethane polymers are prepared by reactinq an 
s^ a n 3 r° nt3,n,n9 P ° ,yurethane P^Polymer with the novel arylaminosilanes of £» iLenSn The 
.socyanate groups can be pendant, terminal, or a combination of pendant and terminal 

raDhwrPrr e a ra9 K T^Z ° f thS t*^™™' a * determined by Gel Permeation Chromatog- 

so oTto S Tx io^hu! 3 TH 10 /° 50 x 104 - Typical average molecu,ar numbers vary between ab °'t 

?.05 to 10 aVera9e m ° leCUlar Wei9ht t0 m °' eCUlar numbers vary betwean about 

reacS ya r^ in ? ed polyurethane P«>POlymers. useful in the present invention, are prepared by 
ZlTn ™< f, ° f ° r9an,C * ° r ("isocyanate with a polyo. or a combination of polyols in the 
ss ETZS « a ° f CatalySt " The reaCfon te ™perature is typically in the range of 60- to 90 ' C 

55 the reacbon bme ,s about 2 to 4 hours. Example preparations are set out in the next secfcon 

and HS^SS^ materia ' S ^ ^ PrePar6d by incorporatio " of a triisocyanate as disclosed by R izk 
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Suitable organic di- and multifunctional-isocyanates include diisocyanates such as, for example, 2,4- 
loluene diisocyanate. 2,6-toiuene diisocyanate, 4,4'-diphenylmethane dilsocyanate, isophorone diisocyanate, 
dicyclohexyimethane^^'-diisocyanate, Desmodur N® triisocyanates, and the like, and mixtures thereof. A 
prefer it?d isocyanate functional monomer used in the present invention is 4,4 , -diphenylmethane 
5 diisocyanate. 

In producing the isocyanale-terminated polyurethane prepolymers of the present invention, one or more 
diois and triols can be employed in the reaction with an organic diisocyanate. Such polyols, which have two 
or more hydroxyl groups, generally have a molecular weight between about 250 to 12,000, more narrowly 
between about 500 to 6000. and can be either polyether or polyester polyols. Suitable polyols include 

w polyoxyaikylene diols. polyoxyalkylene triols, polytetramethylene glycols, polycaprolactone diols and triols, * * 
and the like. Preferred polyols used in the present invention are polypropylene glycols with a equivalent 
weights between about 500 and 4000. more narrowly between about 1000 and 2000. 

Suitable catalysts used in the preparation of above-mentioned polyurethane prepolymers are dialkyltin 
dicarboxylates, such as dibutyltm dilaurate and dibutyltin diacetate, tertiary amines, the stannous salts of 

75 carboxylic acids, such as stannous octoate and stannous acetate, and the like. A preferred catalyst used in 
the present invention is dibutyltin dilaurate. 

To prepare isocyanate-termmated polyurethane prepolymers useful in this invention, at least a slight 
mole excess of -NCO equivalents (groups) with respect to the hydroxyl (-OH) equivalents (groups) is 
employed to terminate the polymer chain with isocyanate groups. The preferred molar ratio of NCO to OH 

20 is from about 1.2 to about 4 0. depending on the selection of polyols. Molar ratios between about 1.4 and 
2.0 are employed in some embodiments. The equivalent weights of the polyol typically varies from about 
500 to 6000 

Vulcanizabie arylammoisobu'ylsilane end-capped urethane polymers of the present invention are made 
by reacting one or more arytammoisobutylsi lanes with one or more isocyanate-containing polyurethane 
25 prepolymers as described above An excess of the silane material, typically about 5% to 25%, and 
preferably about 5% to 10°©. should be employed to insure a complete reaction of all the isocyanate 
terminal groups on the prepo'ymer and any residual free isocyanate monomer. Preferably, there should be 
less than 5%. more preferably less than 1%, and even more preferably, essentially 0%, unreacted 
isocyanate groups. 

30 The reaction is conducted preferably in the absence of moisture and at temperature of about 80° to 
90 • C with a small amount of catalyst. The reaction is completed when an isocyanate analysis shows zero 
concentration. Si lane-pendant materials may be prepared from isocyanate pendant prepolymers or by 
incorporation of a stable pre-reacted diisocyanate containing at least one silane structure. An advantage of 
the invention is that the silylated urethanes are easily prepared and show a controlled and consistent 

35 reaction between the silane and the isocyanate. 

Sealants are made comprising the si lane-end-capped polyurethane polymers, a filler such as clay, talc, 
fumed silica, or calcium carbonate, and one or more catalysts if desired to speed the reaction. Typically, 
sealants are prepared by mixing the si lane-end-capped polyurethane polymer, a nonreactive filler such as 
calcium carbonate, and a catalyst and heating, e.g., in a Molteni Planimax Gil® mixer at about 40° to 60 °C 

40 for about 60 to 90 minutes. 

Suitable calcium carbonate fillers useful in the invention can be either treated or non-treated in a variety 
of different particle sizes. Preferred calcium carbonate fillers are the treated materials with a particle size of 
from about 0.05 and 10 microns: some embodiments employ fillers having a size of from about 0.07 micron 
to 1 micron. The fillers can comprise up to 100 parts per 100 parts of polymers. 

45 Suitable catalysts are the same as the catalysts mentioned above for the preparation of polyurethane 
prepolymers. The amount of catalyst used is about 0.1 to 3 parts per 100 parts of polymer. If a slow rate of 
cure is desired, no catalyst is used. 

After mixing, the sealants are typically cured at about 23 *C, 50% humidity for 7 days and 37 °C, 95% 
humidity for another 7 days. The physical properties of the cured sealants are then determined by tensile, 

so tear, and elongation tests using American Society for Testing and Materials (A.S.T.M.) Methods D412 and 
D624. 

The vulcanizable polymers of this invention are useful in sealing applications for construction, auto- 
motive seams, automotive windshields, or sanitary sealants. The cured polymers of this invention strongly 
adhere alone or with the aid of a primer to a wide variety of substrates such as concrete, glass, wood, 
55 aluminum, steel, plastics, paper, painted surfaces, phosphated metal, galvanized metal, ceramics, and the 
like, making them especially suited for concrete, glass, or aluminum. 

The cured polymers of this invention exhibit a number of desirable properties, such as improved 
elongation and flexibility, a lower modulus of elasticity, improved elastic recovery (hysteresis), and faster 

5 
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cure when compared to traditional aminosilane terminated urethane polymers, including the dialkoxysilanes 
described in U.S. Pat. No. 4,645,816, discussed above. 

It is an advantage of the invention that sealants prepared using polymers of the invention can exhibit at 
least 80% recovery after five cycles of stretching and compression, in some embodiments, elongation of at 
5 least about 800% to 1000% and a 100% modulus of between about 20% and 40% using A.S.T.M. Method 
D412 are prepared. (Comparison tests are given in the Examples that follow.) Improved elongation and 
lower modulus of elasticity can, for example, significantly reduce the stresses on sealants at the interface of 
the substrate during expansions and contractions of joints, minimizing adhesive failure of the sealants. 

10 EXAMPLES 

The following examples are presented for the purpose of further illustrating and explaining the invention, 
and are not to be taken as limiting in any regard. Unless otherwise indicated, all parts and percentages are 
based on the weight of the components at the stage of processing indicated. 

75 

Example 1 

In this example, arylaminosilanes of this invention and a polyurethane prepolymer are prepared. 

To synthesize 3-(N-phenyl)aminoisobutyldimethoxymethylsilane. 3-chloro-2-m ethyl propyldimethox- 

20 ysilane (3-chloroisobutyldimethoxymethyisilane) is first prepared by the platinum-catalyzed hydrosilation of 
methallyl chloride with dichloromethylsilane, followed by reaction of the resulting 3-chloro-2-methylpropyl- 
dichloromethylsilane with methanol. 

Into a 1 -liter flask, equipped with a heating mantle, mechanical stirrer, addition funnel, thermometer and 
distillation head and protected with nitrogen, are added 196.5 grams (1.0 mole) of 3-chloro-2-methylpropyl- 

25 dimethoxymethylsilane, 232.8 grams (2.5 moles) of aniline and 0.17 gram of sodium borohydride. The 
mixture is heated with stirring to 170* C and maintained for 1 hour. At this point, from the addition funnel is 
added to the heated reaction mixture 216.0 grams (1.0 mole) of 25% sodium methoxide/methanol solution 
dropwise over 5 hours, while removing methanol via the distillation head at atmospheric pressure. The 
reaction mixture is cooled to 50 -C, diluted with hexane, and filtered to remove sodium chloride. The 

30 resulting product solution is vacuum distilled to produce 156.7 grams (0.62 mole, 62% yield, boiling point 
1 60 ° C at 1 Torr) of 3-(N-phenylamino)-2-methyldimethoxymethylsiIane. 

3-(N-Phenyl)aminoisobutyldiethoxymethylsilane is prepared by adding 50 grams of 3-(N-phenyI)- 
aminoisobutyldimethoxymethylsilane, 0.5 gram of sodium methoxide (as a 25% solution in methanol), and 
100 ml of ethanol to a 250-mI flask. The solution is heated with stirring and the excess ethanol is distilled 

35 from the mixture. This process is repeated two additional times. The mixture is vacuum distilled to produce 
42 grams of product, confirmed by nuclear magnetic resonance analysis to be 3-(N-phenyl)- 
aminoisobutyldiethoxymethylsilane. 

An isocyanate prepolymer is next prepared. To a 500-ml reaction vessel equipped with a mechanical 
stirrer, a heating mantle, a thermometer, a condenser, and a dry nitrogen inlet is charged 28 grams of 4,4'- 

40 diphenylmethane diisocyanate (MDI) and 320.8 grams of polypropylene glycol (PPG) with an average 
molecular weight of 4000 (molar NCO/OH = 1.5). The reaction kettle is heated to 50 "C with stirring for 
about 30 minutes to ensure the melting of MDI. One drop (0.05 gram) of dibutyltin dilaurate is then added to 
the kettle. The reaction mixture is heated to 80 to 90 -C for about 3 hours and then cooled to room 
temperature to produce the NCOterminated polyurethane prepolymer. A small sample of the prepolymer 

45 so formed is removed and titrated for percent NCO using a standardized solution of dibutylamine in methyl 
ethyl ketone. The NCO content is found to be 0.7 to 0.9 mole % using this titration method. 

Example 2 

so This example illustrates the preparation of a silane end-capped polyurethane polymer and a sealant of 
the invention, and a comparison of the sealant properties with other sealants. 

To the NCO-terminated polyurethane prepolymer of Example 1 above is added, with stirring, 17.5 
grams of 3-(N-Phenyl)aminoisobutyldimethoxymethylsilane (Example 1) in a 500-ml reaction vessel. The 
reaction mixture is heated at 90 -C for 3 hours, then cooled to produce the Si lane-terminated polyurethane 
55 polymer. The NCO content is determined to be 0.0% by titration. 

To prepare a sealant composition of this invention, 100 parts of the Silane-terminated polyurethane 
polymer so formed and 30 parts of calcium carbonate are charged to a one-pint Molteni Planimax Gil® 
Butterfly Mixer. The mixture is heated to 55 *C with nitrogen gas for about one hour, and then one part of 
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dibutyltin dilaurate is added to the mixture, followed by mixing for another 15 minutes. Then the mixer is 
evacuated to <5 mm Hg pressure for about 10 minutes. Sealant denoted X below is obtained. 

For comparison testing, end-capped urethane sealants A, B, C, D, E, F, & G are prepared. The same 
preparation as described above is used, except that 3-(N-phenyl)aminopropyltrimethoxysilaneis used in 
5 sample A instead of 3-(N-phenyl)aminoisobutyldimethoxymethylsilane; 3-aminopropyltrimethoxysilane is 
used in sample B; 3-aminopropyldimethoxymethylsilane is used in sample C; 3-mercaptopropyltrimethox- 
ysilane is used in sample D; 3-(N-methyl)aminopropyltrimethoxysilane is used in sample E; 3-[N-(n-buty!)]- 
aminopropyltrimethoxysilane is used in sample F; and 3-(N-cyclohexyl)aminopropyltrimethoxysilane is used 
in sample G. 

io Performance characteristics of these samples are then compared to those exhibited by the sealant of 

the invention. Tensile stress, elongation, and 100% modulus are measured for each sample using A.S.T.M. 
method D412. The results of the physical properties of the silane end-capped poly urethane sealant of the 
invention prepared above (sample X) and comparative samples A, B, C, D, E, F, and G are summarized in 
Table I. 

" " Table I 



25 



Sample 


Tensile stress, psi 


Elongation, % 


100% modulus 


X 


270 


1,100 


20 


A 


400 


590 


64 


B 


270 


390 


60 


C 


290 


550 


45 


D 


290 


580 


46 


E 


180 


300 


60 


F 


210 


300 


70 


G 


390 


350 


90 



The data shown in above table clearly indicates that the cured sealant compositions containing 3-(N- 
phenyI)aminoisobyJtyldimethoxymethylsilane-terminated polyurethane polymers of the present invention 
35 (sample X) give superior elasticity and flexibility with higher elongation than other amino- and mercapto- 
containing silanes (samples A to G). The 3-(N-phenyl)aminoisobutylsilane-based sealant shows better 
performance in terms of elongation and low modulus compared to other sealants, including the 3- 
aminopropyldimethoxymethylsilane-based sealant described in U.S. Pat. No. 4,645,816, cited above (sam- 
ple C). 

40 

Example 3 

This example illustrates the preparation of another arylaminosilane end-capped urethane sealant of the 
invention (denoted Y below) and another comparative sealant (denoted H below). More comparative testing 
45 is also carried out. 

Following the procedure for making isocyanate prepolymer set out in Example 1, 30 grams of 4,4 f - 
diphenylmethane diisocyanate (MDI) and 258.0 grams of polypropylene glycol (PPG) with an average 
molecular weight of 4000 (molar NCO/OH = 2.0) is used. The reaction kettle is heated to 50 0 G with stirring 
for about 30 minutes to ensure the melting of MDI. One drop (0.005 gram) of dibutyltin dilaurate is then 

50 added to the kettle. The reaction mixture is heated to 80 ° to 90 • C for about 3 hours, and then cooled to 
room temperature to produce the NCO-terminated polyurethane prepolymer. A small sample of the 
prepolymer so formed is removed and titrated for percent NCO using a standardized solution of 
dibutylamine In methyl ethyl ketone. The NCO content is about 1.5 mole %. 

To this NCO-terminated polyurethane prepolymer is added with stirring 28.6 grams of 3-(N-phenyl)- 

55 aminoisobutyldimethoxymethylsilane in a 500-ml reaction vessel. The reaction mixture is heated at 90 'C for 
3 hours, then cooled to produce the si lane-terminated polyurethane polymer. The NCO content is 
determined to be 0.0% by titration. 
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To prepare a sealant composition, 100 parts of the si lane-terminated polyurethane polymer so formed 
and 30 pans of calcium carbonate are charged to a one-pint Molteni Planimax Gil® Butterfly Mixer. The 
mixture is heated to 55 ' C with nitrogen gas for about one hour, and then one part of dibutyltin dilaurate is 
added to the mixiure, mixing for another 15 minutes. Then the mixer is evacuated to <5 mm Hg pressure 
5 for about 1 0 minutes lo obtain sealant Y. 

Comparative sealant H is then prepared using the same procedure, adding 18.6 grams of 3- 
aminopropyldimethoxymethylsilane to the same NCOterminated polyurethane prepolymer. 

The results of the physical properties for silane end-capped urethane sealants X and Y, compared to 
samples C and H. are set out in Table II below. 

w 

Table II 



Sample 


molar NCO OH 


Viscosity, cps 


Tensile strength psi 


Elongation, % 


100% Modulus, psi 


Y 


2 


50.000 


340 


850 


40 


X 


1.5 


150.000 


210 


1,100 


30 


H 


2 


50,000 


400 


300 


60 


C 


1.5 


150.000 


290 


550 


45 



Table II shows the results of sealant properties as a function of NCO/OH. As the NCO/OH increases, the 
viscosity of the silane-based urethane polymer decreases. In general, the higher the NCO/OH, the lower the 
elongation. Sample Y compared to sample X shows a somewhat lower elongation and higher tensile 
25 strength due to the use of a different prepolymer (having a molar NCO/OH = 2.0, rather than 1 .5). However, 
comparative sample H (prepared with the same prepolymer used to make Y) exhibits inferior (lower) 
elongation compared to sample Y. The earlier comparative sample C, although showing more elongation 
than comparative sample H. is still inferior to Example Y, even when based on a prepolymer having a molar 
NCO/OH = 1.5. 

30 The above description is for the purpose of teaching the person of ordinary skill in the art how to 
practice the invention, and it is not intended to detail all of those obvious modifications and variations of 
which will become apparent to the skilled worker upon reading the description. It is intended, however, that 
all such obvious modifications and variations be included within the scope of the invention which is defined 
by the following claims. The claims are meant to cover the claimed elements and steps in any arrangement 

35 or sequence which is effective to meet the objectives there intended, unless the context specifically 
indicates the contrary. 

Claims 

40 1. An arylaminoisobutylsilane compound of the formula 
Ar-NHCH 2 CH(CH 3 )CH 2 Si(CH 3 ){OR)r 
wherein Ar is an aryl group and R is a Ci-Cs alkyl group. 

45 

2. A compound according to claim 1 wherein the Ar group is selected from the group consisting of 
phenyl, naphthyl, tolyl. styryl. and mixtures thereof. 

3. A compound according to claim 2 wherein the Ar group is a phenyl group. 

50 

4. A compound according to claim 1 wherein the R group is a Ci to Oa alkyl group. 

5. A compound according to claim 3 wherein the R group is selected from the group consisting of a 
methyl group and an ethyl group. 

55 

6. A polymer prepared by reacting an isocyanate-containing polyurethane prepolymer with a compound 
according to claim 1. 



8 
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7. A polymer prepared by reacting an isocyanate-terminated polyurethane prepolymer with a compound 
according to claim 1 . 

8. A polymer according to claim 6 wherein the prepolymer is prepared by reacting an organic di- or poly- 
isocyanate with a polyol or a combination of polyols in the presence of a catalyst. 

9. A polymer according to claim 8 wherein the isocyanate is a diisocyanate and the polyol has a 
molecular weight between about 500 and 12,000. 

10. A polymer according to claim 9 wherein the isocyanate selected from the group consisting of 2,4- 
toluene diisocyanate, 2,6-toluene diisocyanate, 4,4 , -diphenylmethane diisocyanate, isophorone 
diisocyanate, and dicyclohexylmethane^^'-diisocyanate. 

11. A polymer according to claim 10 wherein the isocyanate is 4 I 4 , -diphenylmethane diisocyanate. 

12. A polymer according to~~claim 9~ wherein the polyol is selected from" the group consisting of polyoxyal- 
kylene diols. polyoxyalkylene triols, polytetramethylene glycols, polycaprolactone diols, and poly- 
caprolactone triols. 

13. A polymer according to claim 11 wherein the polyol is a polypropylene glycol having an equivalent 
weight o! between about 250 and 6000. 

14. A polymer according to claim 8 wherein the prepolymer is prepared by reacting an organic 
triisocyanate with a polyol or a combination of polyols in the presence of a catalyst. 

15. A polymer according to claim 14 wherein the triisocyanate is the reaction product of three moles of 
hexamethylene diisocyanate and one mole of water. 

16. A polymer according to claim 9 wherein the catalyst is selected from the group consisting of dialkyltin 
dicanboxylates. tertiary amines, and stannous salts of carboxylic acids. 

17. A polymer according to claim 16 wherein the catalyst is dibutyltin dilaurate. 

1 8. A vulcanizable arylaminoalkylsilane end-capped polyurethane polymer comprising the reaction product 
of an isocyanate-terminated polyurethane prepolymer and a silane of the formula 

Ar-NHCH 2 CH(CH 3 )0H 2 Si(CH 3 )(ORh 

wherein Ar is an aryl group selected from the group consisting of phenyl, naphthyl, tolyl, styryl, and 
mixtures thereof, and R is a Ci-C& alkyl group. 

19. A polymer according to claim 18 wherein the Ar group is a phenyl group and the R group is a Ci to C4 
alkyl group. 

20. A polymer according to claim 18 wherein the silane is selected from the group consisting of N- 
phenylaminoisobutyldimethoxymethylsilaneand N-phenylaminoisobutylmethyldiethoxysilane. 

21. A polymer according to claim 18 wherein the prepolymer is prepared by reacting an organic 
diisocyanate with a polyol or a combination of polyols having a molecular weight of between about 500 
and 12,000 in the presence of a catalyst. 

22. A polymer according to claim 21 wherein the isocyanate selected from the group consisting of 2,4- 
toluene diisocyanate, 2,6-toluene diisocyanate, 4,4*-diphenylmethane diisocyanate, isophorone 
diisocyanate, and dicyclohexylmethane-4,4*-diisocyanate,the polyol is selected from the group consist- 
ing of polyoxyalkylene diols, polyoxyalkylene triols, polytetramethylene glycols, polycaprolactone diols, 
and polycaprolactone triols, and the catalyst is selected from the group consisting of dialkyltin 
dicarboxylates, tertiary amines, and stannous salts of carboxylic acids. 
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2a A polymer according to claim 22 wherein the isocyanate is 4,4'-diphenylmethane diisocyanate, the 
polyol is a polypropylene glycol having an equivalent weight of between about 250 and 6000, and the 
catalyst is dibutyltin dilaurate. 

5 24. A sealant comprising a polymer according to claim 18 and further comprising a calcium carbonate filler 
and a catalyst. 

25. A sealant according to claim 24 wherein the calcium carbonate filler has a particle size of from about 
0.05 to about 10 microns. 

10 

26. A sealant according to claim 24 wherein the catalyst is selected from the group consisting of dialkyltin 
dicarboxylates, tertiary amines, and stannous salts of carboxylic acids. 

27. A sealant according to claim 26 wherein the catalyst is dibutyltin dilaurate. 

15 

2& A process for producing a vulcanizable, arylaminosilane end-capped urethane polymer comprising 
reacting an isocyanate-containing polyurethane prepolymer and a silane of the formula 

Ar-NHCH 2 CH(CH 3 )CH 2 Si(CH 3 )(OR>2 

20 

wherein Ar is an aryl group and R is a d -Cs alkyl group. 

29. A process according to claim 18 wherein the Ar group is selected from the group consisting of phenyl, 
naphthyl. tolyl, styryl, and mixtures thereof, and the R group is a Ci to C* alkyl group. 

25 

30. A process according to claim 29 wherein the prepolymer is prepared by reacting an organic 
diisocyanate with a polyol or a combination of polyols having a molecular weight of between about 500 
and 12,000 in the presence of a catalyst. 

30 31. A process according to claim 30 wherein the isocyanate selected from the group consisting of 2,4- 
toluene diisocyanate, 2,6-toluene diisocyanate, 4,4'-diphenylmethane diisocyanate, isophorone 
diisocyanate, and dicyclohexylmethane-4,4 , -diisocyanate,the polyol is selected from the group consist- 
ing of polyoxyalkylene diols, polyoxyalkylene triols, polytetramethylene glycols, polycaproiactone diols, 
and polycaproiactone triols, and the catalyst is selected from the group consisting of dialkyltin 

35 dicarboxylates, tertiary amines, and stannous salts of carboxylic acids. 

32. A process according to claim 31 wherein the isocyanate is 4,4 , -diphenylmethane diisocyanate, the 
polyol is a polypropylene glycol having an equivalent weight of between 250 and 6000, and the catalyst 
is dibutyltin dilaurate. 

40 

33. A sealant comprising an aminosilane end-capped urethane polymer prepared according to the process 
of claim 28, a calcium carbonate filler having a particle size of from about 0.07 to 1 micron, and a 
catalyst selected from the group consisting of dialkyltin dicarboxylates, tertiary amines, and stannous 
salts of carboxylic acids. 

45 
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55 
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